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DESCRIPTION 
BACKGROUND OF THE INVENTION 
Field of the Invention 
5 The present invention generally relates to high 

-F-; o"l ^ off anf franci ahnrfl c?n i 1" ^Hl f*. f Or 

pel i:uiiLiaa^c j — i_ v_- -l j_ v— ^ «— w-i- — ~ — ~ — - 

* extremely high density semiconductor integrated 
circuits and, more particularly, to dual gate field 
effect transistors having the source and drain 
10 located one above the other and other semiconductor 

devices having borderless contacts * 

Description of the Prior Art 

Field effect transistors have been known for a 
number of years and are now the transistor of choice 
for use in complex integrated digital circuit for 
all but the most stringent of high frequency 
requirements. In general, field effect transistors 
can be fabricated somewhat more simply and with 
larger process windows than bipolar transistors and, 
additionally, allow simplified circuit and device 
design. 

As demands for higher digital switching 
performance have increased, as well as demands for 
increased functionality and economy of manufacture, 
constraints on transistor footprint size (and, 
hence, current -carrying capacity) have also 
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increased. Further, to reduce power dissipation 
requirements as more transistors are placed within a 
given chip space and switching and/or clock 
frequencies are increased, operation at decreased 
5 voltages has been required. Operation at reduced 
voltage tends to reduce operating margins and the 
difference in resistance between the on and off 

. " " " " states" of the transistor. This effect -is- due to -the. 
reduced ability to control depletion at greater 

10 7 distances "from the gate dielectric within the 
conduction channel with reduced voltages 



Therefore, there has been recent interest in 
field effect transistor designs which include gate 
electrodes on opposite sides of or fully or 
15 partially surrounding the conduction channel. 

Further, from the standpoints of both performance 
and circuit design and functionality, it has been 
found to be very desirable to provide for different 
voltages to be applied to separated gate structures 
20 on opposite sides of the conduction channel. 

However, providing one or more gate structures 
on opposing surfaces of the conduction channel or 
even a single gate structure extending on different 
sides of the conduction channel implies increased 
25 structural complexity of the transistor. This 

increased complexity cannot always be achieved at 
sizes the same as or smaller than conventional field 
effect transistors. For example, several successful 
designs have been recently achieved using a vertical 
30 fin as a conduction channel with gate structures 

disposed on the lateral sides thereof. However, the 
conduction path is substantially parallel to. the 
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chip surface and, while the designs allow some 
structures to be formed at sub- lithographic sizes 
(e.g. smaller than the resolution of the lithography 
tool used for resist patterning exposures to form 
other structures) , the source and drain must be. 
physically separated from the gate structure; 
increasing at least one dimension of the transistor 
footprint . 

Additionally, some lithographic ; techniques to 
increase resolution of radiant energy lithography 
. t O0 l?. ^ phase-shift masks, can only form 

features of closed geometric shape. This limitatxon 
often requires an additional "trimming" process to 
establish, for example, channel length of 
transistors and generally compromises the ability to 
maintain tight control thereof. 
W Further, due to the basic nature of lithography 

| and semiconductor processes, it has been an almost 

^ universal practice to configure field effect. 

transistors such that the conduction channel extends 
substantially parallel to the chip surface. While 
field effect transistors could, in theory, be 
configured to have the conduction channel extend 
substantially perpendicular to the chip surface 
(e.g. "vertically"), as a practical matter, at least 
' the formation of connections to the source, drain 
and gate of the transistor are made much more 
difficult in designs proposed to date; reducing 
manufacturing yield and consuming substantial chip 
space as well as greatly increasing process 
complexity. 
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SUMMARY OF THE INVENTION 



It is therefore an object of the present 
invention to provide a field effect transistor 
having dual and potentially independent gate 
structures of reduced footprint and which can be 
reliably formed at high integration density by 
-providing a vertically extending conduction channel 

It is another object of the invention to 

provide a auax gaue vcllxuoi t j.j.cj.<-i 

which can be reliably formed at small size and high 
integration density by different lithographic 
techniques . 

It is a further object of the invention to 
provide a vertical field effect transistor design 
allowing contacts to be conveniently made to the 
source, gate and drain thereof whereby the contact 
to the lower diffusion is borderless to the gate. 

In order to accomplish these and other objects 
of the invention, a vertical field effect transistor 
is provided including a semiconductor pillar 
conduction channel, gate electrodes in trenches 
adjacent the semiconductor pillar, a layer of 
insulator adjacent the gate electrodes and opposite 
the semiconductor pillar, sidewalls adjacent the 
semiconductor pillar above the gate electrodes in 
the trenches, insulator material in the trenches 
above the gate electrodes and adjacent the 
sidewalls, the insulator material being selectively 
etchable relative to the sidewalls and the 
semiconductor pillar. 

In accordance with another aspect of the 
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invention, an integrated circuit device is provided 
including isolation material surrounding transistor 
locations in a substrate, vertical field effect 
transistors formed at the transistor locations and 
having a gate electrode structure formed in a 
trench, a layer of insulator material in the trench 
between the isolation material and the gate 
""" electrode structure, the isolation -material being 
selectively etchable relative to the layer of 
insulator material and a contact opening formed - • - 

y . along an interface of the insulator layer and the 

ap isolation material. 

~j In accordance with a further aspect of the 

jfj invention, a method of making a semiconductor device 

^ • 15 including a field effect transistor is provided 

j! including steps of forming a semiconductor pillar in 

W a trench in a body of a first insulating material, 

E the trench extending to a layer of semiconductor 

!■* material, forming a layer of a second insulating 

20 material on walls of the trench, and etching a 

contact opening to the semiconductor material 
through the first insulating material selectively 
and adjacent to the second insulating material. 

In accordance with yet another aspect of the 
25 invention, a transistor is provided comprising a 
substrate, a first diffusion, a second diffusion 
above the first diffusion, a channel extending 
vertically between the first diffusion and the 
second diffusion, a gate structure extending on at 
least one side of the channel, and a contact to the 
first diffusion borderless to said gate structure. 
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BRIEF DESCRIPTION OF THE DRAWINGS 

The foregoing and other objects, aspects and 
advantages will be better understood from the 
following detailed description of a preferred 
5 embodiment of the invention with reference to the 

drawings, in which: 

Figures 1A, IB and 1C are plan and cross- . 

sectional views, respectively, of an initial stage 
of formation of a field effect transistor in - - 
_UD„ ,~ acco rdance with the invention, 

Figures 2A, 2B, 2C, 3A, 3B, 3C, 4A, 4B, 4C, 5A, 

_ 5B, 5C, 6A, 6B, 6C, 7A, 7B, 7C, 8A, 8B, 8C, 9A, 9B, 

[n 9Cj 1{jAf 10Bf 10C , 11A, 11B, 11C, 12A, 12B, 12C, 

yi 13Af 13B , 13C, 14A, 14B, 14C, 15A, 15B, 15C, 16A, 

15 16b', 16C, 17A, 17B, 17C, 18A, 18B, 18C, 19A, 19B, 

19C, 20A, 20B, 20C, 21A, 21B, 21C, 22A, 22B, 22C, 
23A, 23B, 23C, 24A, 24B and 24C are plan and cross- 
sectional views of intermediate stages in the 
formation of a transistor in accordance with a first 
20 embodiment of the invention, and 

Figures 25A, 25B, 25C, 26A, 26B, 26C, 27A, 27B, 
27C, 28A, 28B, 28C, 29A, 29B, 29C, 30A, 30B, 30C, 
31A, 31B, 31C, 32A, 32B, 32C, 33A, 33B, 33C, 34A, 
34B, 34C, 35A, 35B, 35C, 36A, 36B, 36C, 37A, 37B, 
25 37C, 38A, 38B, 38C, 39A and 39B are plan and cross- 

sectional views of intermediate stages in the 
formation of a transistor in accordance with a 
second embodiment of the invention. 
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DETAILED DESCRIPTION OF A PREFERRED 
EMBODIMENT OF THE INVENTION 

Referring now to the drawings, and more 
particularly to Figure 1A, IB and 1C. there is shown 
5 an early stage in the manufacture of a transistor in 

accordance with the invention. It should be noted 

" that Yhroughb^^^ 1A ' 

_ 2A, etc. are plan views of the device at various 
| '" stages of manufacture' while Figures IBy 2B-, etc. (a- 
| 10 ,^ J L_ i .^ntifier)_a nd_lC, 2C, etc. (a »C» identifier) 
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are sectional views along the sections 1-1 and 2-2, 

ft respectively, as shown in Figure 1 A unless other 

| section positions are indicated on the same drawing 

J' sheet/ such as in Figures 22A - 24A where different 

section locations are placed through contacts rather 
than in the locations shown in Figure 1A. 

Additionally, 

Further, Figures having »B« and "C- identifiers 
indicate n-type and p-.type variants of the 
transistor in accordance with the invention. 
Generally both of these variants will be formed at 
different locations on the same wafer or chip, in 
sequence and in accordance with block-out masking as 
is well -understood in the art. Accordingly, it 
should be understood that the area depicted in the 
plan view (an "A" identifier) indicated the area of 
the wafer' involved in fabrication of the transistor 
in accordance with the invention and the lateral 
dimensions of the sectional views ("B- and «C" 
identifier, as depicted, may be larger indicating 
surrounding regions of the wafer beyond the area 
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depicted in plan views. Otherwise, dimensions of 
features depicted in the cross- sectional views 
generally correspond to the dimensions of features 
as depicted in the plan views but are not to scale. 

Starting with a silicon on insulator wafer 100 
a screen oxide 110 is formed, preferably by heat 
treatment and a resist 120 is applied to the entire 
wafer. This resist" is first -patterned (140) in the 
PMOS source region and boron is implanted in 

accordance with the patterning at an energy level ■ 

^wh*ch~w.-^ implanted region 160. _ 

The screen oxide 110 is useful in regulating ion 
implantation depth by effectively randomizing ion 
trajectory and implantation direction. The 
patterned resist is then stripped and another 
similar resist layer 130 is applied and patterned 
(150) in the NMOS source region . Arsenic is then 
implanted to form a similar buried region 170 
resulting in the structure illustrated in Figures 1A 

To form the structure shown in Figure 2A - 2C, 
the screen oxide 110 may be stripped and replaced by 
a pad oxide 110", if desired. Generally it is 
preferable to replace the screen oxide 110 to avoid 

25 the possibility of compromise by implantation 

damage. Then, a thick layer of germanium oxxde 210 
is deposited followed by a layer of silicon nitride 
220 The thickness of the germanium oxide is a key 
parameter for channel length control as will be 

30 evident to those skilled in the art from the 

discussion below. Then, as shown in Figures 3A - 
3C a resist 310 is applied and patterned (315) and 
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the nitride and germanium oxide layers etched to 
form the transistor regions 330 and define channel 
width and transistor current. These - te »als are 
sacrificial and chosen due to differential selective 
5 etch rates that can be achieved relative to other 
,„aterials in the transistor structure. Other 
appropriate materials will be evident .o those 

skilled in the art. 

Then, the etched regions are oxidized and 
W ' filled with silicon oxide or other desired shallow - 

-t-^ch-i-so.l.at^n-(^)-mat. erial 410. The surface i s_ 

then planarized by chemical/mechanical polishing 
back to the nitride polish stop surface 420 of a 
remaining portion of nitride layer 220. resulting in 
the structure shown in Figures 4A - 4C. 

Referring now to p/gures 5A - 5C, the position 
'of a mold for forming fe vertical silicon pillar 
which will form the ve/tical conduction channel of 
the transistor is def/ned by application of a resist 
20 510. The resist is fen exposed using a hard phase 
shift mask or other Aithographic process or other 
process techniques inch as spacers to control width 
and developed to f/rm a narrow (possibly of sub- 
lithographic widt/) linear pattern 520 across the 
25 non-STI region. /Then, in accordance with the 

patterned resis/ the nitride, Geo, and pad oxide 
Le etched selectively to fill 410 to the original 
silicon wafer lurface 620 to form the pillar mold. 
610. as shown/in Figures 6A - 6C ande the resist 
30 stripped. ' Trfe silicon pillar 710 is then 

epitaxiallyfd selectively grown from the original 
silicon wafir surface 620 to fill the mold 610 and 
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the surface/planarised to result in the structure 
shown in igures 7A - 7C. If pattern 520 is of sub- 
Al . lithographic width, as can be achieved by, for 
4' ><£ exa.pi/a phase shift mas*, the pillar/conduction 
CJ&Q channZ will be of corresponding sub-lithographs 
dimensions. 

' To protect the silicon pillar, the top of the 
Silicon pillar is recessed by etching the silicon to 
form a recess which is then filled or a film formed 
10 with TEOS oxide or LPCVD oxide 810 and tHS surrace^ 
^iiryl-anax te e d=b y = c h emic,U m echanical polishing to 



m 



result in the structure shown in Figures 8A - 8C. 
then, as shown in Figures SA 9C. the remaining 
surface nitride 220 (Figure 8A - 8C) is s ™<\ 
15 preferably by a wet etch, and the remaining Ge0 2 2 10 
? (Figure 8E - 8C) is removed with a water rinse. 

A conformal layer of nitride 910 is then 
applied, preferably by chemical vapor deposition and 
covered by a resist 920 which is patterned m the 
region surrounding the nitride covered silicon 
pillar 710. This nitride is used later to 
facilitate borderless contact formation, as will be 
discussed in greater detail below. Then « . shown 
in Figure 10A - IOC, the conformal nitride layer 910 
is isotropically etched in accordance 
patterned resist 920 to partially open (1010) the 
nitride 925 at the bottom of the trench ad D acent to 
1 silicon pillar, the resist is stripped. Removal 
of nitride adjacent the pillar at 1010 controls the 
iocation from which impurities will be defused to 
form an extension impurity region. 

At this point, a block-out mask 1130 is applied 
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to mask the NMOS transistors while the PMOS 
transistors are processed. Similar processing will 
thereafter be performed for the NMOS transistors 
while the PMOS transistors are masked with a similar 
5 block-out mask. The order of NMOS and PMOS 

processing is not important to the successful 
practice of the invention. Referring now to Fxgures 
11A _ 11C , a layer of borosilicate glass (BSG, or 
arsenic silicate glass, ASG) 111 0 is anisotropically 
10 ' deposited, "preferably by plasma vapor deposition, ^ 
— — ^ving-a^ayer^O^in^recess 1010 and covering the _ 
termination of nitride 925 and other horizontal 
surfaces with layers 1230. 

This operation is followed by a similar process 
15 to deposit a Si0 2 spacer 1120 covering the BSG 1110 

to separate the drain structure from the gate along 
the pillar followed by a dip-out process, if 
necessary, to remove residual sidewall deposits. 
The resulting structure is then covered by a 
20 blockout mask of resist 1250 similar to 1130 and 

blocking layers 1140 and 1150, as shown in Figure 
12A - 12C The NMOS (or PMOS) transistor sites are 
then opened by a lift-off glass technique dissolving 
layer 1130 and arsenic silicate glass (ASG, or 
25 borosilicate glass, BSG) 1210 deposited, again 

preferably by ionized plasma vapor deposition or 
PECVD (which preferentially deposits material on 
horizontal surfaces) followed by deposition of an 
Si0 2 spacer and dip-out, if necessary. This process 
30 also provides similar layers 1230, 1240 on the top 

of silicon pillar 710 and surrounding the transistor 
site as well as on the surface of the resist 1130. 
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The deposits on the resist are removed by a lift off 
glass process, resulting in the structure shown in 
^Figures 13A - 13C. 

Then, as shown in Figures' 14A - 14C, a 
'sacrificial oxide 1430 is formed on exposed silicon 
surfaces and stripped. The/gate dielectric 1420 is 
formed self-aligned with the channel by either 

- oxidation" or CVD, atomic yl aye r epitaxy -or the like - - 

that may completely surround the channel. At this 
"10 point, a heat treatment? can be -performed to move- the- 

_ out-diffu sed dopant r/gions 1410 from the ASG and 

BSG to form the dray( in the lower part of the 
transistor. This out-diffusion must eventually 
jfj reach the implanted regions 160, 170, respectively. 

15 The trench 1430 irs then filled with a gate material 

(self -aligned w/th the channel and gate dielectric) 
UJ such as polysl/icon to create gate electr odes J.440^- 

(Figure 15A -7150 that are in it i ally joined forming 
an interiorXall. . comp le tely surrou ndi ng the ch annel 
20 ^but" which An be later separated by polishing gate 

1440 and /esidual dopant films such as 1440 that are 
still pr/sent down, to nitride 910, recessing the 
gate material at 1510, and depositing nitride 1530 
in the/ recess, as shown in Figure 15A - 15C. Then 
25 the /ate material is further recessed at 1510 and 

TEQfi is deposited and then etched to form sidewall 
siaacers 1520 . 

Then, as shown in Figure 16A - 16C resist is 
again applied and patterned to form a mask 1610 over 
30 the upper portion of the silicon pillar 710, cap 

oxide 810 and layers 1230, 1240. Then, isotropic 
etching is performed in accordance with mask 1610 
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which serves to remove sidewall spacers 1520 that 
are not adjacent the silicon pillar 710. The mask 
1610 is then stripped and nitride is deposited in 
the recesses over the polysilicon, as shown at 1710 
5 in Figures 17A - 17C and etched and/or polished to 

remove surface regions of nitride layer 910 and form 
a planar surface. Use of nitride allows selective 

- etching of "the "cap -oxide 810 and layers -1230 , 1240 . 

p A resist 1810 is applied, as shown in Figures 18A - 

MB 10 18C and developed to form a PHOS drain implant mack 

w ith_a pertures 1910, as shown in Figures 19A - 19C, 



—sr. 
•"T 5 



The implantation process depicted at 1920 produces a 
|I . _ doped region 2010 shown in Figure 20C. 

yl The implantation process is completely 

15 independent of the drain doping described above 

which may be advantageously exploited in order to 
W individually tailor the source and drain 

~ characteristics such as for providing asymmetry in 

\* the transistor. The resist is then stripped, oxide 

20 or TEOS 2020 (Figure 21) deposited in the remaining 

recess and the surface replanarized. 

As shown in Figures 21A - 21C, a nitride etch 
stop layer 2110 and an oxide inter-layer dielectric 
layer 2120 are deposited in sequence over the entire 
25 device surface. Then, as shown in Figures 22A - 22C 

(Figure 22C being a cross-section at section 3-3 of 
Figure 22A) , source contact openings 2210 are etched 
using a patteWdf^esist This etch"f irst^etches 
oxide 2120 stopping on the nitride 2110 ,^h^_jiitride_ 
30 2110 is then selectivel y etched stopping jo n the 

oxide :1 cap~2020 and^Jra„pxide cap 2020_etched 

'^^^^^'^Ij^}^^ region 2M.0 of ^thejdlicon_ 
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pillar 710. It should be noted that the diffused 
regions 1410 have now reached implanted drain 
regions 160/170 through the heat budget of the 
processes of Figures 15A - 15C to 22A - 22C although 
5 additional annealing could be performed, as well. 

Figure 23C shows a cross-section of the device 
at section 4-4 of Figure 23A. The gate^ co ntac t 

-opening is - selectively - etched -in stages- as- before - - 

H Yetch of oxide 2120 stopping on nitride 2110, then 

*D i_o etch nitride 2110 and 1710 selectively to oxide 

- _ thereby making gate connections on both sides of the 



CO 
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channel or source region) except that the oxide cap 
2020 is not etched and the opening 2310 is wider 
than the oxide cap 2020 or separate openings made at 
15 either side of the oxide cap 2020 as shown by dashed, 

lines 2320. Either contact structure is thus 
borderless to the source diffusion. Similarly, 
source contact opening 2330 is formed by selective 
P etching but etching through the oxide cap to contact 

20 implanted region 2010 but terminating the etch above 

the gate structure such that the source contact is 
borderless to the gate structure. Two separate 
contacts can contact each of the gate regions 1440 
independent ly . 

25 Figure 24C shows a cross-section of the device 

at section 5-5 of Figure 24A and which may or may 
not coincide with section 3-3 of Figure 22A. Again, 
the opening__f^^he_draih contact (behind the plane 
oTThlTpage of Figure 24B) is performed selectively 
in stages to open the side of the drain structure. 
However, in this case, after the nitride etch stop 
is opened, the selective oxide etch is, in essence, 
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guided by nitride layer 910 which also serves to 
insulate the contact from the gate electrode forming 
a borderless contact in which a contact can be made 
to a structure without providing an insulator over 
adjacent or underlying structures by forming a 
contact opening in or along an existing insulator. 
The transistor can then be completed by depositing 
metal "or polysiTicon in "the -source , -gate - and drain ... 
openings and planarizing the surface. 

' Thus, it is seen that the invention provides a 
^r-t-ical conduction channel field effect transistor 



having a dual gate located on opposite sides of the 
conduction Channel and the source and drain located 
one above the other to provide a footprint of 
15 decreased size. In fact, the only limitation on 
scaling to very small sizes is the need to 
lithographically define the pattern for the silicon 
pillar which, in turn, is generally limited by the 
resolution of the lithographic exposure tool. 
20 (While the pillar can be made narrower by various 

lithographic enhancements or process techniques such 
as sidewalls, the overall footprint is generally 
limited to the resolvable lithographic feature 
size.) Even this limitation can be partially 
25 avoided by phase-shift exposure techniques such as 
will now be explained with reference to a preferred 
embodiment of the invention. 

Additionally, this preferred embodiment is 
self-trimming and borderless at the interface with 
shallow trench isolation structures and, in essence, 
the etched and deposited STI structure is used as a 
trim mask and selective etching limits trench/pillar 
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length. The contact to the lower diffusion is 
borderless to the gate electrode, the contact to the 
gate extends above and on two sides of the 
upper/second/source diffusion, separate gate 
5 contacts can be formed on two or more different 

sides <of the channel, and the contact to the second 
diffusion is borderless to the gate structure. 

Further, the lower/drain diffusion extends below -the 

<n pillar and extends beyond the pillar below the gate 

io structure ror rorraanun ui &. ^uuca^u aujdwi*^ ^**w 

^ gate structure while an insulator adjacent the gate 

: -r^z; 7^:==; _ „ — : . — - ' 

M structure allows a contact to be formed by a 

Jj conductive layer adjacent thereto. Moreover, a 

m contact to the upper diffusion can be in the form of 

«_ 15 a self -aligned spacer, the pillar extends above the 

2 crate structure and the first diffusion can be used 

W to form a contact to a portion of a further 

t transistor as will be discussed in greater detail 

below an connection with a second embodiment of the 
2 0 invention. It should also be appreciated that, in 

the first embodiment described above, the pillar 
forming the conduction channel is epitaxially grown 
in a recess while, in the second embodiment, the 
pillar is formed by etching. 
25 Turning now to Figures 25A - 25C to Figures 38A 

- 38C, a second embodiment of the invention will now 
be discussed. Some differences in detail will 
differ from the first embodiment of the invention 
described above as will be evident and some of which 
30 may be substituted for processes in the first 

embodiment and vice -versa. For example, the self- 
aligned source and drain process described above can 

BUR919990305US1 # 
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be employed in the second embodiment and a further 
description thereof is omitted for clarity. The 
principal difference between the first and second 
embodiments of the invention is the nature of the 
process used to form the trench 2720 which will 
provide a pattern for the conduction channel at the 
step shown in Figures 27A - 27C. 

- More" specifically, the trench 2720 is formed, - 
in accordance with the second embodiment using a 
pEase : shift" masK "which "allows siua-1-ler feature -s-i-zes 
to be lithogra phically defined using elect romagnetic 
1 energy of a given wavelength. As will be apparent 

jjj .. to those skilled in the art, such a technique for 

y=j forming the trench, in the absence of trimming using 

15 additional lithographic processes, will result in a 

trench having a closed geometric shape; only a 
portion of which is shown. Other transistors may be 
K simultaneously or sequentially formed at other 

5 locations along this closed geometric shape. This 

20 feature of the second embodiment of the invention, 

in particular, facilitates formation of transistors 
in accordance with the invention in pairs which may 
be opposite conductivity types (e.g. for inverters). 
As shown in Figure 25A - 25C, the second 
25 embodiment illustrates use of a SOI wafer having an 

active silicon layer 2510 with lower drain 
diffusions 2520, 2520' of differing conductivity 
types already in place. A resist is applied and 
patterned and a PMOS source region 253 0 is 
implanted. The resist is then stripped and another 
resist is applied and patterned and an NMOS source 
region 2540 similarly implanted. A similar process 
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is used for the other polarity device. A screen 
oxide can be used and stripped for the impurity 
implant in either case. The wafer surface is then 
covered with a pad oxide layer 2550 and a nitride 
5 layer 2560. 

As shown in Figure 26A - 26C, respective 
transistor areas are defined lithographically and 

• etched to form shallow trenches in regions 2610 

g which are then filled with an oxide or other 
# io insulator 2620, "preferably by cheKVx-eai vapor 

f ' deposition (CVD) and the surface polished to nitride 



B 



M 2560. As shown in Figures 27A - 27C, a resist 2710 

|J is applied and patterned, preferably using a phase- 

y=j shift mask, to allow selective etching of a narrow 

15 trench 2720 to the source implant 2530 corresponding 

to the location of the pillar/conduction channel 
shape; The resist is stripped and this trench is 
then filled with CVD TEGS 2730 and polished back to 
the level of nitride 2560, as shown in Figures 28A - 
20 28C, remaining surface nitride 2560 is removed by 

wet etching selectively to oxide. The pad oxide 
2550 is then removed to the implanted source region 
2530 by a brief etch selective to silicon which 
leaves most of the thicker TEOS and shallow trench 
25 oxide 2620 intact (e.g. reduced in 

height /thickness) , resulting in the structure shown 
in Figures 28A - 28C. 

As shown in Figure 29A - 29C, silicon is 
anisotropically etched selectively to oxide to form 
30 the silicon pillar 2910. This is preferably 

performed as a timed etch to leave a portion 2920 of 
the silicon layer of the original wafer in place at 
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the bottom of trenches 2930 overlying lower 
diffusions 2520, 2520 • . A layer of nitride 3010 is 
then deposited and patterned by isotropic etching in 
accordance with a patterned resist 3020 to cover the 
5 edges of the shallow trench isolation structures 

2620 and extending partially over the trench bottoms 
2920 at 3020, as shown in Figures 30A - 30C. (It 

will be recognized that this structure is - - - 

substantially the same as that of Figures 10A - 10C 

10 except that the extent of the nitride cover-age 

1 1- g -j Hp t.hfi trenches is different. Thus, the 
processes of figures 25A - 25C to 30A - 30C could be 
substituted for. those of Figures 1A - 1C to 10A - 
10C and vice-versa utilizing different nitride 

15 patterning . ) 

As shown in Figure 31A - 31C, additional 
nitride is anisotropically deposited and 
isotropically etched such that deposited nitride is 
stripped from the trench walls adjacent the silicon 
20 pillar. Nitride 3010 is returned to approximately 

its original thickness on the side walls while 
nitride 3110 is provided at the trench bottom to 
provide separation of the gate structure (to be 
formed as shown in Figures 32A - 32C) from the 
drain. Nitride is removed from the surface by 
polishing. Sacrificial oxide 3210 is grown on the 
silicon pillar surface (for cleaning the surface 
when the oxide is removed) and an angled channel 
implant 3205 can be performed to provide surface 
30 impurities on the sides of the silicon pillar 2910, 

as indicated by dashed lines 3215. This implant, 
regulated by the sacrificial oxide, is used to pre- 
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dope the channel because the pillar is formed by 
etching rather than growth during which impurities 
could be incorporated. A similar process could be 
exployed at the corresponding point in the first 
5 embodiment. The sacrificial oxide 3210 is then 

stripped. Gate oxide or other insulator 3220 is 
then formed in the location of the removed 

" sacrificial "oxide; preferably by a brief heat - . - 

p treatment in an oxygen- containing atmosphere and the 

S 10 trenches re-filled with conductive gate material 

32 .n ..^Hna in the structure shown in Figures 
32A - 32C. 

The gate material is then recessed at 3310 by 
selective etching and oxide is deposited and etched 
to form sidewall spacers 3320 as shown in Figures 
33A - ;33C. Spacers which are' adjacent the STI are 
removed by selective etching in accordance with a 
lithographically defined cap mask 3410, as shown in 
Figures 34A - 34C. This process is similar to that 
20 described above in connection with Figures ISA - 

16C. The resist mask 3410 is then stripped. As 
shown in Figure 35A - 35C, recesses above the gate 
material 3230 are filled with nitride 3510 and 
polished back. Implanted or diffused impurity 
25 regions 2520, 2520' and 2530 are then expanded at 
3520, 3530, by heat treatment into the conduction 
channel region of silicon pillar 2910 while 
implanted impurities 3215 in the pillar are diffused 
within the pillar. It should be noted that this 
30 diffusion is insulated from the gate polysilicon 

3230 by the gate oxide 3220 at the lower diffusion 
3530 (2520, 2520') and by sidewalls 3320 (and the 
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gate oxide 3220) at the upper diffusion 3520 (2530) . 

Source, gate and drain contact openings 3620, 
3720 and 3820 are formed as shown in Figures 36A - 
36C, 37A - 37C and 38A - 38C using resists 3810, 
3710 and 3810, respectively, in a manner similar to 
that discussed in detail above in connection with 
Figures 22A - 22C, 23A - 23C and 24A - 24C. Again, 
the drain contact opening is formed by a selectxve 
etch of the oxide of the STI structure and follows 
the nitride sidewall 3010 at the interface with the ~. 
-SH^esial— jOaa^B with the first embodiment of 
the invention, the gate and source contact openings 
may be kept separated by selective etching of 
nitride and/or oxide and lithographic patterning 
registration is not critical even at the extremely 
small sizes to which the transistor may be scaled by 
the phase -shift mask patterning and/or other 
lithographic or process techniques alluded to above 
in accordance with the second embodiment of the 

20 invention. 

Alternatively, as is often the case, it may be 
desirable to form a single contact to drains of two 
adjacent transistors or (e.g. as an output 
connection for an inverter circuit) the transistor 
drain and an electrode of any other type of adjacent 
device. in such a case, shallow trench isolation is 
not required between the transistor, and another 
transistor or other device (which are, in any case, 
insulated by nitride sidewalls 3010) and the entire 
width of the STI structure may be etched and the 
recess filled with conductor 3910 such as tungsten 
as shown in Figure 39A and 39B. All of the above- 
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described connections are borderless as in the first 
embodiment of the invention. 

In view of the foregoing, it is seen that the 
invention provides a vertical field effect 
transistor structure which has dual, potentially 
independent gates and which can be formed in an 
extremely small area of a wafer. Source, gate and 
~ drain connections may be formed" reliably- and with 
relatively large lithographic exposure registration 

tolerances providing high manufacturing yield-. — 

tfhiiP thP. invention has been described in terms 



of two preferred embodiments which are, in part, 
interchangeable, those skilled in the art will 
recognize that the invention can be practiced with 
modification within the spirit and scope of the 
appended claims. 
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